Appln.lvlo. 10/691,573 

FLeply to the Office Action of December 12, 2006 
Amendments to the Claims 

This listing of claims will replace all prior versions, and listings, of claims in the 
application. 

Listing of Claims 

Claims 1-17. (Canceled) 

Claim! 8. (Currently Amended) A continuous method for producing polarizing films, 
that comprises: 

monoaxially stretching a polyvinyl alcohol film haying a width of at least 2 m in an 
aqueous boric acid solution, such that the PVA film is drawn to a draw ratio of at least 5 
times, and the polyvinyl alcohol film is stretched based on the following conditions: 

A s 5 (m) (1) 

A/B 2 0.5 (min) (2) 
wherein A indicates the stretching distance (m), and B indicates the stretched film speed 
(m/min). 

Claim 19. (Previously Presented) The method for producing polarizing films as 
claimed in claim 1 8, wherein said stretched film has a width (C) and the ratio (A/C) of the 
stretching distance (A) to the stretched film width (C) is at least 5. 

Claim 20. (Previously Presented) The method for producing polarizing films as 
claimed in claim 18, wherein the ratio (A/B) of the stretching distance (A) to the stretched 
film speed (B) is at least 1 .0 (minute). 



C.ai^UPreviouslvPresenteOThe^Cforproducingpo^ingmmsas 

30 and 90° C. 

Claim 22 and 23. (Canceled) 

C 1 a im2 4.(P re v i ouslyPrese„ted) The method for pacing poking ffimsas 

^edh^g.whe^^^ 
mol %• 

Cai^e.CPrevious.yPresen.ed) The method for producing poking fdms as 
mol%. 

Oaim27.(Prev i ous, y Prese„md, The memodforprodueingpo^ing fil- as 



mol c 



C1 a i m28.(Previous, y Presen,ed)Themethodforproduei„ g po,anz i „g B1 msas 



mol %• 



Claim29 (Previously Presented) The method for producing polarizing films as 
.aimed in e,uimlS,whe^^ 



1000. 



Claim 30. (Previously Presented) The method for produeingpoiarizing films as 
cla imedinc,,m29,wher« 



1500. 



Claim 31 . (Previously Presented) The method for producing polarizing films as 



2000. 



C.aim32 (Previously Presented) The method for producing polarizing films as 
.aimed in claims, whereto the polyvinyl alcoho, film has a thinness ranging fiom 10 to 



100 ptm. 



C,aim 33. (Previously Presented) The method for producing polarizing films as 



as a plasticizer. 



Claim 34. (Previously Presented) The method for producing polarizing films as 
Calmed in claim 18, wherein the polyvinyl alcohol film contains an anionic or nonionic 



surfactant. 



Claim 35. (Canceled) 

^..^a^A— ^^^^^ 

swelling a PV A film; 
coloring the PV A film; 

A £ 5 (m) (1) 
(2) 

AIB * 0.5 (min) 

wte e toAfadi ca t e steS — ^^*~~"~<*** 

drying the colored film. 

swelling a PV A film; 
coloring the PV A film; 

A ^ 5 (m) 0) 
(2) 

A/B * 0.5 (min) 



(m/min); 

fixings stretched fi.m in an a q ueous bono acid orpotassium iodide sohnton; 
drying the colored film; and 
heating the colored film. 

Cairn 38 (New) A continuons tnethod for producing poking nuns, that comprises: 
m onoaxial ly stretching an uns^ehed p^lyviny. aicoho. nitn having awidth of at 

As 5 (m) (1) 



A/B s 0.5 (min) 



(2) 



wher einAindicatesthestretching 
speed (m/min). 



